f)   Remove all roofing and ceiling members from
the addition .

g)   Remove all logs above west wall plate log.
(Save logs .)

2)  Roof:

a)   Remove all sod and covering materials from
ceiling planks.

b)   Scrape and brush all signs of rot and decay
from the surface of all ceiling planks.

c)   Existing eave logs should be removed  (by
jacking up the plate logs on both sides).

d)   New eave logs should be notched (patterned
after the old logs and drawings) and set in place.

e)    Remove  all  ceiling  planks  that  show

excessive deterioration  including  planks that  are  less  than  1  1/2
inches to 2 inches thick after removing surface decay and those planks
that have badly rotted or broken ends.

f)    Replace  all  planks  that  were  removed.
(Note:  Replacement should be the same basic  size and shape - tool

marks should be applied to the underside and the ends.

g)  New butting poles should be set in notches

in eave logs and spiked in place (butt the poles over the eave log at
the south wall of the main cabin).

h)  Butting poles should be spiked to the ends
of the ceiling planks to prevent sagging.

i)   Rafters  (2 inches x 6 inches)  are placed

16 inches on center with 3 foot outriggers extending out to create an
overhand 2 inches to 3 inches past the ends of the longest purlins or
plate logs at both ends.

j)   Rebuild  the tops of the north and south

walls of the addition with those logs that can be reused. Replace any
logs that are too badly damaged. The logs should be scribed to fit
around the butting pole and the ceiling planks of the main cabin.

k)  Plane the top of the wall flat from the top

of the addition's west wall plate log to the top end of the rafters on
the main cabin.

1)  Put 2 inches x 6 inches blocking between the
ends of the rafters between the walls of the addition.

414 inch lap top and bottom.)
